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(57) [Abstract] 

[Problem] Offer of makeup cosmetic where cosmetic hoi 
ding is superior markedly. 

[Means of Solution] Average particle diameter includin 
g organopolysiloxane elastomer spherical shape 
powder and active zinc white of 1.0 mor greater 
andthelS.O mor less, offer makeup cosmetic which 
becomes. 



[1**312] 3tt£tt*«<. *©IMbS»lMM (J i s K 
14 10) #Stt5»*±i*fl> 7 5li%BiflgttI»lt 



[»*a3 3 attB»*«)E***«- ft«»±»«)o. hi 
%w±, H5o«ft%iaT-e**Bi*aixttiii*a2iEKa) 



[BMW 4] 3ttSf(HK>Eftft«<« lbSK**±fc<D2. OlS 



[»#«5] ¥*M&*a*<i. onmia± % 15. o^bt 



[daim(s)] 

[Qaim 1] Active zinc white and average particle di arret 
er including org^nopolysiloxane elastomer spherical 
shapepowder of 1.0 mor greater andthelS.O m 
or less, makeup cosmetic which becomes. 

[Qaim2] Active zinc white, makeup cosmetic which is 
stated in Qaim 1 where zinc oxide calculated amount 
(JIS K1410) isthe active zinc white of 75 weight % or 
more of active zinc white entirety. 

[Claim3] Conpounded amount of active zinc white, 0. 
lweight% or greater of cosmetic entirety, makeup 
cosmetic which isstated in Qaim 1 or Gaim2 which is 
same 50 wt% or less. 

[Claim4] Conpounded amount of active zinc white, 2. 
0 weight % or more of cosmetic entirety, makeup 
cosmetic which isstated in Qaim 1 or Qaim2 which is 
same 8.0 wt% or less. 

[Claim5] Average particle diameter compounded amou 
nt of organopolysiloxane elastomer spherical shape 
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powderofl.O mor greater and 15.0 morless,0. 
lweig|ht% or greater of cosmetic entirety, makeup 
cosmetic which is stated in Claim of any ofthe Qaim 1 
through Qaim4 which is same 80 wt% or less. 

[Qaim 6] Average particle diameter conpounded amou 
nt of oig^nopolyaloxane elastomer spherical shape 
powder of 1 .0 mor greater and 15.0 mor less, 0. 
1 weighl% or greater of cosmetic entirety, makeup 
cosmetic which is stated in Qaim of any ofthe Qaim 1 
through Qaim4 which is same 30 wt% or less. 
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[Description of the Invention] 
[0001] 

[Invention belongs technological field] This invention 
belongs to technological field regarding cosmetic. 
More in detail, it belongs to technological field 
regarding makeup cosmetic which issuperior in 
cosmetic holding. 

[0002] 

[Prior Art] In role of makeup cosmetic, psychological 
which beauty role which generally looks at 
personbeautifully, acquires distinction to protective 
role and thefeeling which obey skin of person, 
produces vigor to thefurther activity there is a role etc, 
but with makeup cosnetic which isinferior to cosmetic 
holding, it is not possible to cany out each role 
ofthese role in fully. Using cosmetic which has 
anxiety in namely, cosmetic holding, with short time 
tbeabove-mentioned beauty role and carrying out 
protective role tobecome difficult, user with "When, 
cosmetic loss happens" anxiety, distinction to 
bedifficult to be attached to feeling, because vigor to 
furtheractivity and side it is difficult, carrying out 
above-mentioned psychological roleare difficult Then, 
"How it designates cosmetic holding as good" with 
what is said, when developing new makeup cosmetic, 
isverybigconcem In addition, secretion of sebum 
and perspiration which summer of the Japan are aheat 
and humidity, are a main factor where cosmetic loss 
happens becomesextreme. 

[0003] Fromthis kind of viewpoint, holding down var 
ious cosmetic loss fromuntilrecently, means which 
offers makeup cosmetic which is superior in 
thecosmetic holding is offered method (Japan 
Unexamined Patent Publication Showa 62 - 56415 
disclosure) or other means which designates cosmetic 
holding as good method (Japan Unexamined Patent 
Publication Showa 55 - 172580 disclosure) 
whichabsorbs perspiration and sebum method (Japan 
Unexamined Patent Publication Showa 59 - 164712 
disclosure) which controls sebum secretion 
bycontoining for example ^ purine acid or its salt in 
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makeup cosmetic; by confining spherical shape 
porous resin powder inthe makeup cosmetic; by 
confining and active zinc white and pyridoxine 
and/or pyridoxine derivative inthecosmetic has already 
been offered But, as for these means it is something 
which in each case candesignate cosmetic holding as 
certain extent good, but furthenrore offer of makeup 
cosmeticvvhich is superi or in cosnetic holding negative 
cannot either be necessary. 

[0004] 

[Problems to be Solved by the Invention] Then, thisi 
nvention as for problemto be solved, furthermore is to 
offer makeup cosmeticvvhich is superior in cosmetic 
holding 

[0005] 

[Means to Sol ve the Probl ots] In order that you consi d 
er this inventor, to above-mentioned problem, 
furthermore you obtain makeup cosmetic which is 
superior in coanetic holding, theresult of repeating 
diligent investigation discovered feet that makeup 
coanetic wherethe cosmetic holding is superior 
markedly by corrbining with active zinc white and 
ttespherical shape powder of organopolyaloxane 
elastomer of specific particle diameter in makeup 
cosmetic, is acquired,conpleted this invention on basis 
of this knowledge. 

[0006] Namely, this inventor offers invention which p 
uts out below in thetMs application. In Claim 1, 
active zinc white and average particle diameter 
including organopolysiloxane elastomer spherical 
shape powder of 1.0 mor greater and 15.0 mor 
less, makeup cosmetic which becomes is offered 

[0007] In Claim 2, active zinc white, offers makeup co 
smetic which is stated in theaforementioned Claim 1 
where zinc oxide calculated amount (JIS K1410) is 
active zinc white of 75 weight % or more of theactive 
zinc white entirety. 

[0008] In Q aim 3, compounded amount of active zinc 
white, 0.1 weigit% or greater of cosmetic entirety, 
offersthe makeup coanetic which is stated in 
aforementioned Claim 1 or Qaim2 which is thesame 
50wt%orless. 

[0009] In Claim4, compounded amount of active zinc 
white, 2.0 weight % or more of cosmetic entirety, 
offersthe makeip cosmetic which is stated in 
aforementioned Claim 1 or Qaim2 which is thesame 8. 
Owt%orless. 

[0010] In QaimS, average particle diameter compound 
ed amount of organopolysiloxane elastomer spherical 
shape powder of 1.0 mor greater andthelS.O m 
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or less, 0.1 weigbt% or greater of cosmetic entirety, 
oflFers makeup cosnetic which is stated in tbeQaim of 
any of aforementioned Claim 1 through Qaim4 which 
is same80 wt% or less. 

[0011]IhClaim6, average particle diameter conpound 
ed amount of org^nopolysiloxane elastomer spherical 
shape powder of 1.0 mor greater and thelS.O m 
or less, 0. 1 weigit% or greater of coanetic entirety, 
offers makeup cosmetic which is stated in tbeQaim of 
any of aforementioned Claim 1 through Qaim4 which 
is same30 wt% or less. 

[0012] 

[Enbodiment of Invention] You explain below, concer 
ning errixxliment of this invention. 

It combines in A this invention makeup cosmetic " acti 
ve zinc white "with, to be a zinc white where specific 
surface area islarge in comparison with conventional 
zinc white, it is used from until recently asthe white 
pigment etc. Concretely, melting zinc metal, after 
evaporating oxidation it does, " indirect method "and 
reduction baking doipg zinc ore with coke, 
aftermakingzinc metal , regarding to this invention vis- 
a-vis specific surface area of thezinc white which is 
acquired " direct method " or other which oxidation 
it does, by the conventional method being under 15 
rH2/g generally, as for specific surface area of active 
zinc whitewhich it uses it is normal to be a25 nC/g or 
greater. It can acquire this active zinc white, with "wet 
method " which reacting, calcining thereaction product, 
pulverizes with for example zinc sulfate or zinc oxide 
solution and soda ash solutioa 

[0013] However, when as for active zinc white which is 
produced by theabove-menlioned wet method , basic 
zinc carbonate part are times when it rermnsdepending 
upon sintering condition, residual amount of this basic 
zinc carbonate is many excessively,there being a this 
invention makeip cosmetic, cosmetic holding which 
you desire there is a tendency wherethe effect which 
improves is not shown in fully. Then, regarding to 
this invention, desirable active zinc white is active zinc 
white of the75 weight % or more in order to use in 
active zinc white entirety where zinc oxide calculated 
amount(JIS K1410) is acquired When this zinc 
oxide calculated amount residual amount of under of 
75 wt%, namelyabove-mentioned basic zinc carbonate 
is 25 wt% or more of active zinc white entirety in active 
zinc white entirety, asdescription above desired 
cosmetic holding there is a tendency where it 
becomesdifficult to show effect which improves in fully 
in this invention makeup cosmetic,is not desirable. 

[0014] In addition regarding to this invention, also it i 
s possible to use thecommercial product of active zinc 
white. Concretely, for example active zinc white Azo - 
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and it is possible also to use sane Azo - B(Seido 
Kagaku Kogyo KK. (DB 69-348-6029) supplied 
ortheZINCA#20(Sakai Cheirical Industry Co. Ltd 
(DB 69-056-5684) supplied) etc. 

[0015] In this invention makeup cosmetic, conpounde 
d amount of active zinc white it assures inprovement 
oMiich extent such as, is something which depending 
upon should decidethe concrete form and cosmetic 
holdiqg of this cosmetic concretely, especially it is 
notliirited, but it is conbined in range of 0.1 weight% 
or greater and same 50 weight% or lessin general vis-a- 
vis cosretic entirety. 

[0016] When this compounded amount it is under 0.1 
weight% vis-a-vis cosmetic entirety, it is notpossible 
ard is not desirable to assure inprovement of cosmetic 
holding totfae fully. In addition, when this 
compounded amount it exceeds 50 wt% vis-a-vis 
cosmetic entiretythe makeup cosmetic which is 
acquired becomes powder ^ IS < , theextension to be 
heavy is a tendency where feel in use becomes bad and 
iawt desirable. 

[0017] In addition, compounded amount of active zin 
c white this invention makeup cosmetic which is a 
range ofthelO weight % or more and same 8.0 wt% 
vis-a-vis coaretic entirety, cosmetic holding retention 
effect beii^ thee^pecially good, at same time feel in use 
is good andespecially it is desirable. 

[001 8] It is a component which with object which gran 
ts feel in use where " average particle diameter 
organopolysiloxane elastomer spherical shape powder 
of 1.0 mor greater and 15.0 morless"wirichis 
conbined in B. this invention makeup cosmetic, 
originally empty cosmetic holding inprovin&at same 
time makes penetrating feel to don smooth, lightens 
theextension, makes refreshing feel in use and moist 
is corrbinedin cosmetic. But, combining in makeup 
cosmetic with alone this organopolysiloxane elastomer 
spherical shape powder cosmetic holding as 
theconponent in order to improve, effect negative 
could not do eitherthe surface which is not a fully, 
(Working Example and Comparative Exanple which it 
mentions later thing of reference). 

[0019] Furthermore, average particle diameter of above- 
mentioned organopolysiloxane elastomer spherical 
&ape powder is, under thel.O m withtobea 
tendency where smoothness of makeup cosmetic which 
combinesthis decreases, it is not desirable, exceeds 15. 
0 m with makeup cosmeticwhich corrbines this to 
be a tendency which is lacking in feel in use whichis 
made moist, it is not desirable. 

[0020] For referring, outline is expressed concerning m 
anufacturing method of the organopolysiloxane 
elastomer spherical shape powder. 
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organopolysiloxane elastomer spherical shape powder 
is produced passing by method which responds to 
tjpesof composition which is selected with curable 
organopolysiloxane conposition as primary agent As 
this curable organopolysiloxane composition, under 
platinum catalyst existing hardening with addition 
reaction , it isproduced organopolysiloxane which 
possesses for example .circle-1. silicon atom-bonded 
hydrogen aton>containing diorg^no polyaloxane and 
silicon atom coimectionvmyl group addition reaction 
curing type organopolysiloxane conposition ; 
dehydrogenation doing diorganopolysiloxanewttch 
possesses hydroxy group in .circle-2. molecular chain 
both ends andthe diorgano polysiloxane which 
possesses silicon atom-bonded hydrogen atomunder 
existing of orgqnotin conpound, ithardens 
condensation reaction curing type organopolysiloxane 
conposition ; diorgano polysiloxane and organoalane 
carbolic acid of hydrolyzability organotin 
compound which possesses thebydroxy group in . 
circle-3. molecular chain both ads or condensation 
reaction doing under existing of titanate ester, thehigh 
energy radiation curing type organopolysiloxane 
composition etc which it hardens it does condensation 
reaction curing type organopolysiloxane conposition 
(Furthermore, it is possible here to illustrate 
dehydration reaction , alcohol elimination reaction , 
deoximation reaction, deaninationreaction, 
deanidation reaction and decarboxylation reaction, 
deketonization reaction etc as condensation reactioa ) 
which ithardens; with .circle-4. organic peroxide 
catalyst peroxidation type or^nopolysiloxane 
conposition which thermosetting the.circle-5. -ray, 
ultraviolet li^it or with electron lighting it is possible 
to illustrate. 
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[0021] Furthermore, aforementioned addition reaction c 
uring type organopolysiloxane composition .circle- 1 
curing rate is quick inconparison with other things, in 
these curable organopolysiloxane conposition, as 
primary agent of theorganopolysiloxane elastomer 
spherical shape powder which is desired, at same time 
is superior in uniformity ofhardening, as desirable 
above-mentioned curable organopolysiloxane 
conposition it is possible toillustrate. 

[0022] Especially desirable ones are addition reaction c 
uring type organopolysiloxane conposition which 
consists of organopolysiloxane and (Q platinum 
catalyst which possess silicon atorvbonded hydrogen 
atom of at least two in organopolysiloxane andthe (B) 
1 molecule which possess lower alkenyl group of at 
least two in (A) 1 molecule aixUurthenrore as this 
addition reaction curing type organopolysiloxane 
conposition .circle-1 



[0 0 2 3] *fc. ±ULtzWitm-t)UliJ#i) vp**>*B [0023] In addition, as for silicon atomoforguiopoly 
j£TO~<5K'&£ ti 4* JU*V *° y vP^XDW ± siloxane which is includedin curipg type 

15 L tz& t liSJ <Dl&<b £ t Is] flf f £ L ft £ i <D T? & £ organopolysiloxane conposition .circle-1 . to .circle-5. 
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which was inscribed, from basis which wasinscribed 
is something which it can connect simultaneously 
withanother other organic group. As this other organic 
group, for example methyl group , ethyl group , 
propyl group , butyl group , octyl group or other 
alkyl group ; 2 - pten^etbyl group 2 - phenyipropyl 
group 333 - trifluoropropyl group or other 
substituted alkyl group ; phenyl group , tolyl group , 
xylyl group or other aryl group ; substituted univalent 
hydrocarbon group etcwhich possesses epoxy group, 
carboxylic acid ester group , mercapto group etc can be 
listed. 

[0 0 2 4] CCDcfe5l3LTllK*3h.4±fH<D^bS^U^/ [0024] Qrganopolysiloxane elastomer spherical shape 
tK'J i,a*V>mf£to®~<S)\zttLT* *<D14Hlcj£i;fc£&£$powderw^^^ 

-SCtl^^y. fft&Tf&'tJlfiS 7$*) yDtf>i7^ h"7— responds to tbeproperty vis-a-vis above-mentioned 
3c#t8*£*»£C btfX*%&o ?t£t>*>. ±IB<Z)ttaoKJfc®fc c^i^typeorganopolysiloxanecx)ripoa 
Mtfrfiy 1 tKU vp*^>«Bj£1$!KI>, JS^&JfcS^UrtV tH'J v toxircle-5. whichisnBiw^ 
□ *^>JHJieift(^XIiiaK^1ft^bl?^u*ry 7Kg^n*^>« acquired When namely, above-mentioned addition 
iiKtt®^- Itfriis *K 'J p +^ >x ^ x h "7— ^tttft^cDSSy i: reaction curing type organopolysiloxane conposition . 
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circle-1., condensation reaction type 
org3nopolysiloxane conposition .rircle-2..circle-3. or 
theperoxide curing type organopolysiloxane 
composition .circle-4. it selects, as primary agent of 
organopolysiloxane elastomer spherical shape powder 
surfactant , it can nix thiscuring type 
organopolysiloxane composition, with water under for 
exanple nonionic surfactant , anionic surfactant , 
cationic surfactant or arrphoteric surfactant or other 
existing, to uniformafter nixing, discharging this 
blend in hot water of 50 °C or higher thianaking use 
of honpgenizer , colloid mill , hompgenizer , propeller 
type rrixer or other blending means, it can acquire 
organopolysiloxane elastomer spherical shape powder 
which you desire. 

[0025] Furthermore, when curing type orgflnopolysilo 
xane composition .circle-1. to .circle-4. it selects, as 
primary agent sprayingdesignating these 
organopolysiloxane conposition directly as in hot air 
stream, hardening, also itis possible to take method 
which obtains organopolysiloxane elastomer spherical 
shape powder which youdesire. 

[0026] In addition, when hi$i enerjy radiation curing 
type organopolysiloxane conposition .circle-5. it 
selects, as primary agent spraying doipgthis 
organopolysiloxane conposition under higjh energy 
radiation irradiating hardening, also it is possible 
totake method which obtains organopolysiloxane 
elastomer spherical shape powder which you desire. 
This way, average particle diameter which is combined 
in this invention makeup cosretic can acquire 
theorg^nopolysiloxane elastomer spherical shape 
powder of 1.0 m or greater and 15.0 m or less. 

[0027] Furthermore, it is stated in Japan Examined Pat 
cut Publication Hei4- 66446 disclosure , Japan 
Unexamined Patent Publication Hei 2 - 243612 
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[0029] *5epj>-*-v^^b«jRicte(t*. ±ib^>u# 



[0030] cffliB6*^b«»±»f=»LTo. iaa%* 



disclosure and Japan Examined Patent Publication Hei 
4 - 17162 disclosure production method or other 
offhese org^nopolysiloxane elastomer spherical &ape 
powder concerning details. 

[0028] In addition regarding to this invention, also it i 
s possible to use tbeconmercial product of above- 
mentioned org^nopolysiloxane elastomer spherical 
shape powder. Concretely, it is possible also to use 
for example Torayfil E - 505Q Torayfil E - 506C ( Dow 
Coming Toray Silicone Co. Ltd (DB 69-066-9486) 
make) etc. 

[0029] In this invention makeip cosmetic, compounde 
d amount of above-mentioned org^nopolysiloxane 
elastomer spherical shape powder it assures 
theinprovement of which extent such as, is something 
which depending uponshould decide concrete form 
and cosmetic holding of this cosmetic concretely, 
especially it is not limited, but it is corrbined in range 
of 0.1 weight% or greater and same 80 weight % or 
less in general vis-a-vis cosmetic entirety. 

[0030] When this conpounded amount it is under 0.1 
weight% vis-a-vis cosmetic entirety, it is notpossible 
and is not desirable to assure improvement of coanetic 
holding totfae fully. In addition, when this 
conpounded amount it exceeds 80 wt% vis-a-vis 
cosmetic entirety,the there is a tendency where 
conformity to skin of makeup cosnxticwhich is 
acquired is inferior and in regard to use is not desirable. 



oaft%JaTO)«ll-C»*L<**lSB^-**'y^b«fl*l= 



[0 0 3 2] C©*«ftea«B"e±IE:J-^#/ tK'J *>dw 



[0 0 3 3] C. 1 . OjimfiLb. 15. 0 um 



[0031] In addition, above-mentioned org^nopolysilox 
ane elastomer spherical shape powder, in range of 0.1 
weight% or greater and thesame 30 weight % or less 
can be corrbined desirably in this invention makeip 
cosmetics vis-a-vis thiscosmetic entirety. 

[0032] As for makeip cosmetics which combines abov 
e-mentioned org^nopolysiloxane elastomer spherical 
shape powder with thi^jreferred blend range, as for 
cosmetic holding being good being smooth of course 
thing,with action of this organopolysiloxane elastomer 
spherical shape powder itself extension becomes light, 
also the use property is good 

[0033] C average particle diameter organopolysiloxane 
elastomer spherical stepe powder of 1.0 mor greater 
and 15.0 mor less and if conbinationbalance in this 
invention makeup cosmetic of active zinc white, also 
both has entered theabove-mentioned blend range 
e^ecially it is not limited in. However, when other is 
contained extremely less in conparison withthe on one 
hand nixed in component, on one hand nixed in 
component originally fromproperty (Description above 
it did ) which it possesses regflrding to this invention 
positively, there is atendency which is shown. 
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[0035] ZCD&OlZLX, *-**V-?itUmmzA 5. 



[0 0 3 6] D. **ffl/-**?*fc*»=fclvcM\ ±K 

n5K$j£#£ afar 1: 



[0037] fc/*u «©rt#«>K*r=J:y. >-*-V^^1b 
w^-nftwn^nTft-cfc^^ttjisM^-rftiWc. -<*>ffe 



[oo3 8]mii $uu$, a*y>. -try-y-f h. ess 

. tt««. ASA. y*7S». /<— 5* 

i7^i/^A, 4-<<tt*iJK<£">A, >r 

-ra/^y^A. esK^y^A, wixhP>f!?A, 

XT>K£JSig. 5/y*, t Kn + i'T/^'f K h 
. a-fb***. -b55^X/^y-*©*a»* : 7K"J75 K 

as. r^y^aa. #yxxT^aa. 

7^aaa. -b^D-^aaB»©#«»f»:a<b^*>. a 

ft3E»»©*a&ft*B» : ^>*t, ^*>BB»«)»a* 

/<;uh/W3j-u? h*0ft«*fe&ai»; Wt*nA. «B1b 
^?DA, y*>Ba/^h»a>aa«ft*M»:»*- »*» 
afcaWfiXfi* ; &lb** >«SSS. 1Mb** 
vifcfbtfxvx. **i>ijHbex-7X, mb**>fcB$uu$ 
. *«£. »feBfty*>aBS»»ffl/<-^*a»;7;i/5 

; *fei 

0 4^, Jtft5«. SSfe3^, *fe1^. »fi2-5. $62 0 
2* $62 2 6^, #62 2 7^. *ft2 3 0* 662 0 
6-Sf. 662 07^, *62 0 2^, «ft2 0 1f. »fi2 0 
4-9. ff62 0 1§, «ft2 0 5Wfl»HI/ft*; 

B. *;u^S>. ?7v'J>, *d*>>«0U 

-*4b^&fe3t; x^97>, 9-by>. 



[0034] Furthermore, when also nixed in component of 
both there is anabove-mentioned preferred blend range 
in, concerning conbination balance of thisboth as for 
necessity especially to consider it is not madeprinciple. 
therefore, as for concrete combination balance, concrete 
formandthe cosmetic holding of this invention 
makeup cosmetic depending ipon it is something 
which it shoulddecide individually it assures 
improvement of which extent such as. 

[0035] Both nixed in conponent operate synergistic t 
his way, by combining with organopolysiloxane 
elastomer spherical shape powder andthe active zinc 
white of 1 5.0 m or less in makeup cosnetic, 
coonetic holding at point. tMs invention makeip 
cosnetic where cosmetic holding which is made 
namely, object is superior markedlyis offered 

[0036] Regarding D. this invention makeup cosmetic, I 
f it is fully possible, to show anticipated effect of 
above-mentionedthis invention by making mixture of 
base component and dye which respond tothe makeup 
cosmetic of form which desires above-mentioned both 
nixed in components makeup cosmetic which plans 
only this anticipated effect especially it is notnecessary 
to add to conbine conponent which relates to 
inprovementof other cosmetic holding positively in 

[0037] However, with object which makeup cosmetic 
has generally with thecorrbination of other component, 
grants effect, to conbine theother conponent, it is 
possible in range which does not inpair theanticipated 
effect of this invention with that combination 

[0038] For example talc , kaolin , sericite (DANA 7 12. 
2a 1) , rruscovite (DANA 71.22a.l) , synthetic nica , 
phlpgopite (DANA712.2b.l) , lepidolite , biotite , 
lithia nica , verniculite (DANA7122d3) , 
magnesium carbonate , calcium carbonate , 
diatomaceous earth , magnesium silicate , calcium 
silicate , aluninumalicate , barium silicate , barium 
sulfate , strontiumsilicate , metal tungptate , silica , 
hydroxyapatite , zeolite , boron nitride , ceramics 
powder or other inorganic powder ; polyairide resin , 
polyethylene resin , acrylic resin , polyester resin , 
fluororean , cellulosic resin or otter organic powder ; 
titanium dioxide , zinc oxide or other inorganic white- 
based pigment ; ferric oxide, iron titanate or other 
inorganic red color pigment ; yellow iron oxide , 
Bolus usta or other inorganic yellow pigment ; black 
iron oxide , carbon black or other inorganic black 
pigment; manganese violet, cobalt violet or other 
inorganic violet pigment; chromiumoxide , chromium 
hydroxide , cobalt titanate or other inorganic green 
pigment ; ultramarine blue , iron blue or other 
inorganic blue pigment ; titaniumdioxide coated mica , 
titanium dioxide coating bismth o^cWoride , 
bisnrfh oxychloride , titaniumdioxide coated talc , 
fish scale flake , colored titanium oxide coated nica or 
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[0040] tt*3R, *wb36, pr$ib%. a?**, y 

jl/X, 7K-»2Ji&, 7K-a-8J* 



[004 1] 



other pearl pigment; aluminum powder , kappa 
powder or other metal powder pigment ; red color 104 
number, yellow 5 nunber, green color 3 number, 
blue 1 nurrber, blue 2 number, red color 202 nurrber, 
red color 226 nurtber, red color 227 number, red 
color 230 nunber, amber 206 nurtber, anber 207 
lumber, yellow 202 nunber, green color 201 number, 
green color 204 nunber and blue 201number, green 
color 205 number or other tar pigment ; carmine acid , 
lacquer yne acid , mosquito jpl 1 5 >, brassiere di 
phosphorus , kerosinor other lake conversion natural 
pigrnent; squalane , liquid paraffin , vaseline , 
iricrocrystalline wax , ozocerite , ceresin , cetyl alcohol , 
hexadecyl alcohol , oleyl alcohol , cetyl -2 -ethyl 
hexanoate,2-ethyihexyl palnitate 2 - octyl dodecyl 
nyristate ,2 - octyl dodecyl gum ester , neopentyl 
glycol - 2 - ethyl hexanoate , isooctyl acid 
triglyceride ,2 - octyl dodecyl oleate , isopropyl jp9 
nyristate , isostearic acid triglyceride , palmitic acid 
triglyceride , olive oil , avocado oil , beeswax , 
n^ristyl nyristate , mink oil , lanolin or otter various 
hydrocarbon; oils esters, higher alcohol , waxes, 
silicone oil or other oil corrponent ; ultraviolet 
absorber, antioxidant, the antiseptic, surfactant , 
humectant, fragrance, water , alcohol and the 
thickener etc can be combined in this invention 
makeup cosmetic. 

[0039] Furthermore, in above-mentioned "Other nixed 
in component it is not something where 
tbeblendable other component is limited in this 
invention makeup cosmetic. In addition, these 
conponent to other than thing which conbines in 
thethis invention makeup cosmetic in alone, as needed 
conbining 2 kinds or more according to theobject, 
conbining are possible. In addition as for this 
invention, it is possible to apply widely vis-a-visthe 
makeup cosmetic. If it is a namely, makeup cosmetic, 
even in white powder * hitting flour , foundation or 
other base makeup cosmetic, lipstick,the rouge and it 
can apply to makeup cosmetic of wide formin eye 
liner , mascara , eye shadow , eyebrow penciletc. 

[0040] Also fornulation, powder system, emilsion, 
dissolvable system, oil liquid systemand gelatinous, 
aqueous solution system, aerosol system, can takethe 
water-oil 2-layer system , water-oil-powder 3-layer 
system equal width wide formulation Concerning 
concrete form and fornulation of this invention 
makeup cosmetic, concretelyit illustrates explains in 
Working Example which it mentions later. 

[0041] 

[Working Example(s)] this invention is explained con 
cretely below with Working Exanple. However, 
technological range of this invention is not something 
which strict interpretation itshouldyou do with this 
working exanple. Furthermore, wt% certain means 
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( 1 ) (Kffl* : S1±S»* A z o — B) 
5. 0 

(2) *n*iistf i J vdw>!7x h?-tttttMt 

(hU7^JUE506C) 
1. O 

(3) 

75. 5 

(4) »t**> 

7. 5 

(5) *>#5 

0. 6 

(6) Jtfttttt 

1. 7 

(7) J6i$<b» 

0. 06 

(8) RKJ£#1 

0. 2 

(9) U>=fKv-f V^xT'J^U 

1. 0 

(10) KM 2-X^M^**y->»7 , J-fe , J^ 

2. 0 

(1 1) tVTfr* b**s*s>i-* — b 
4. 0 

(12) V^e*>-bX*-f VXxTU-h 
1. 0 

(13) Bttlftltfl 

SI 

(14) f8 



[0 0 4 2] ttfc. C©S16«ll<0^U^h/<^y-(c|iaL 
. (3) $80. 5M%l=if**1*fc]tttfl1 £ 



wt%for all cosmetic entirety below the. 
[Workiqg Example 1 ] Pressed powder 

Wt% 



(1) Active zinc white (tradename: Active zinc white 
Azo-B) 5.0 

(2) Og^nopolyaloxane elastomer spherical powder 



(Torayfil E506Q 



1.0 



(3) Talc 

(4) Titanium dioxide 

(5) Ferric oxide 

(6) Yellow iron oxide 

7 

(7) Black iron oxide 

5 

(8) Preservative 

(9) Diisotearyl malate 

(10) Glyceryl tri-2-ethylhexanoate 

(11) Octyl methoxycinnanHte 

(12) Sorbitansesqui isostearate 



(13) Antioxidant 
amount 

(14) Fragrance 
e amount 



75.5 



7.5 



0.6 



1. 
0.0 



02 



1.0 



2.0 



4.0 



1.0 



suitable 



suitabl 



<Production method> Uniform nixing doing cosmetic 
powder , oil , surfactant and antioxidant, it madethe 
powdering adornment charge base. This it was filled in 
saucer, corrpressive deformation did and acquired 
pressed powder. 

[0042] Furthermore, pertaining to pressed powder of th 
is Working Example 1, instead ofexeluding active zinc 
white (1) of Working Exanple 1 fromfornulation, 
talc (3) in the80.5 wt% instead of excluding 
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£ffic£A^&rtLfcftt>yK, $)\>5 (3) $7 6. 5SS% organopolysiloxane elastomer spherical powder (2) of 
lzi|Ml£l*fctt&0fl2£R(tfco Zti*<btt$L9i<D?ls7> h/< Comparative Example 1 and Working Example 1 

£SS0ll4)ii&f-2£Cfc,> whichthe increased wei^it are done fiomformilation, 

talc (3) Conparative Exanple 2 which increased wdgit 
is done was provided in 76.5 wt°A production 
method of pressed powder of these Conparative 
Example corresponded to production method of the 
Working Example 1. 
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( 1 ) (HE* : SSttEfB* A z o - B) 
5. O 

(2) tPJvP*'*>i^X h-7-^ttt»t* 

(hU7-<VUE506C) 
3 0. 0 

(3) 

1 4. 5 

(4) * 
1 0. 0 

(5) -te'JlM h 
1 5. 0 

(6) Mit?*> 
1 0. 0 

(7) ^>ii=p 

0. 6 

C8) sBMta 

1. 9 

(9) H&lbtt 
0. 1 5 

(10) Ift J8*J 

0. 4 

(id v>^;i/*°u 

1. o 

(12) 'J>3 8^VXf7'J^ 
5. O 

(13) h'j^fJ^a/^F^vxf7i/-h 

5. O 

(14) V^tf^-trX*^ VXtTU- h 
1. o 



(15) BMbR&itfcl 



[0043] 

[Working Example 2] Powdery foundation 

Wt% 

(1) Active zinc white ( tradename : Active zinc white 
Azo-B) 5.0 

(2) Oganopolysilaxane elastomer spherical powder 
(Toiayfil E506Q 



30.0 
14.5 
10.0 



(3) Talc 

(4) Mica 

(5) Sericite (DANA71.2.2al) 
15.0 

(6) Titanium dioxide 10.0 

(7) Ferric oxide 0.6 

(8) Yellow iron oxide 1 . 

9 

(9) Black iron oxide 0. 
15 

(10) Preservative 0.4 

(11) Dimethyl polysiloxane 1 .0 

(12) EHisotearyl malate 5.0 

(13) Trimethyl propane tri isostearate 5.0 

( 14) Soibitan sesqui isostearate 1 .0 



(15) Antioxidant suitable 
amount 
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(1 6) S# 



(16) Fragrance 
e amount 



suitabl 



[0044] 



( 1 ) 3ttStt* (ftA« : JSttffiJS* A z o — B) 
6. O 

(2) t^jH'JvP^^^^hT-Wttff 

( KU^^UE 5 0 6 C) 
3 0.0 

1 4. 0 

(4) v'J3->^S"7-<* 
1 0. 0 

(5) V'J3- >ffl«-fe'J*-f h 
1 5. 0 

(6) *>y a->ffla-»fb^*> 
1 o. o 

(7) 5/iJa->«lMfeHI4 

5. 0 

(8) RSJft#] 

0. 4 

(9) 

3. O 

(1 0) i»/<57-f> 

1. 0 

(11) v/^;utK'J va*-y-> 

4. 0 

(1 2) ;i-£^u> h+vv>t^-h 

1. 0 

d3) mtK±m 
mm 



(1 4) 



<Production method> Each component was nixed to si 
irilar to Working Exanple 1, powdery foundation was 
acquired 

[0044] 

[Working Exanple 3] Dual use foundation 

Wt% 

(1) Active zinc white ( tradename : Active zinc white 
Azo-B) 6.0 

(2) Organopolysiloxane elastomer spherical powder 
(TorayfilE506Q 30.0 

(3) Silicone-treated talc 14.0 

(4) Silicone-treated nica 10.0 

(5) Silicone-treated sericite 15.0 

(6) Silicone-treated titanium dioxide 1 
0.0 

(7) Silicone treatment coloring pigment 
5.0 



(8) Preservative 

(9) Squalane 

(10) Solid paraffin 

(1 1) Dimethyl polysiloxane 

(12) Octyl methoxycinnamate 



(13) Antioxidant 
amount 



(14) Fragrance 
e amount 



0.4 

3.0 
1.0 

4.0 
1.0 

suitable 
suitabl 



<Production method> Each component was nixed to si 
irilar to Working Example 1, dual use foundation was 
acquired 
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[0047] C<Dff1 Stt5»*fc*JU#>* , J*>P 



[004 8] 



[0045] [Test Exanple] Concaning Working Exanple o 
r other cosmetic holding of aforementioned this 
invention makeup cosmetic, panel test wasexecuted 
with method below . 

Cosmetic holding deternination test 

It had using cosmetic for women panel 30 person, cone 
erring coanetic holding intbe timewise it tested, ( 
sunmer ). 

Evaluation standard 

.dbl circ. : Cosmetic holding is good very, 
.circ.: Cosmetic holding is good a little. 

: Cosnetic holding is bad a little. 
X : Cosnetic holding is bad very. 
Result of this, panel test is shown in Table 1. 
[0046] 
[Table 1] 



[0047] Is sunmer of it became clear by corrbining in m 
akeup cosmetic fromthisTable 1, corrbining active 
zinc white and orgpnopolysiloxane elastomer spherical 
shape powder ( Working Example 1 to 3), wten each 
one is used forthe alone, ( Comparative Exanple 1,2) 
with in comparison, for cosmetic holding to be 
superiornrarkedly, in spite. As for this invention 
makeup cosmetics, even in use of summer * lengthy 
fully is to becomeclear with synergistic effect in 
cosmetic holding due to jointly using namely^bove- 
mentioned both nixed in component, to be possible to 
withstand 

[0048] 

[Effects of the Invention] With this invention , makeup 
cosmetic where cosnetic holding is superior markedly 
isoflered. 



ISTA's tanvertedKokai(tm), Version 1 2 (There may be errors in the above translation. ISTA cannot 
be held liable for any detriment from its use. WWW: http://www.intlscience.com Tel:80O430-5727) 



P. 



